Please replace claims 1 through 20 with the following: 



Claim 1 



1. An acrylic pressure-sensftive adhesive tape. comprising: 

(a) a layer of an actylic backing comprising 

(i) from about 88% to about 92% of an acrylic polymer comprising: 
from aboxir35% to about 45% of a first alkyl acrylate monomer 
having alkyl groups which contain from 4 to 12 carbon atoms, 

from afcout 30% to about 40% of a second alkyl acrylate monomer 
having alkyl groups which contain from 4 to 12 carbon atoms, 

5m about 6% to about 10% of a first monoethylenically 
unsaturated polar ca£>olymerizable monomer, and 

from about 1% to about 2% of a second monoethylenically 
unsaturated polgr copolymerizable monomer; and 

from about 8% to about 12% of hollow glass microspheres 
dispersed evilly in said polymer; and 

(b) at least one layer of a pressure-sensitive adhesive. 
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2. The acrylic pressure-sensitive adhesive tape accor^t^to claim 1, wherein 
the acrylic polyme^ficludes from about 0.3% to about 0^%of initiator. 




The acrylic pressure^ensitive adhesive tape according to claim 2, wherein 
initiator comprises at leasfone photoinitiator. 



4. TKe acrylic pressure-sensitive adhesive tape according to claim 1, wherein 
the acrylic p<51ymer includes from about 0.05% to about 0.07% of a crosslinker /chain 
extender/ 
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5. The acrylic pressure-sensitive adhesj^e tape according tg^laim 4, wherein 
the crosslinker/ chain extender is a multifunctk^rfol acrylate. 
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6. The acrylic pressure-sensitive adhesive tape according to claim 4, wherein 
the crosslinker/chain exten^r is a multi-ertaylenically unsaturated copolymerizable 
monomer containing at l£a#t two carbon^carbon double bonds. 



raslir 



ryl 



rylic pressure-sensitive adhesive tape according to claim 4, wherein: 
er/ chain extender is taken from the group consisting of ethlene 
dia^ylate/ triethyjene glycol diacrylate, 1,4-butanediol diacrylate, 1,6-hexanediol 
e, trimjethylolpropane triacrylate, pentaerythritol triacrylate, tetraethylene 
arid methacrylates and combinations thereof. 



glycol diacrylate, 
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8. 

the acrylic 
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me acrylic pressure-sensitive adhesive tape according to claim 1, wherein 
lymer includes from about 1% to about 2% of a filler. 



1 Claim 10 



The acrylic pressure-sensitive adhesive tape according to claim 8, wherein 
hlimed silica. 



10. \ The acrylic pressure-sensitive adhesive tape according to claim 8, wherein 
is a surface modified silica. 
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^Claim vT \± 



11. The acrylic pressure-sensitive adhesive tape according to claim l^f(erem: 
the first alkyl acrylate monomer is i^octylacrylate, 
the second alkyl acrylate monoi^r is 2-ethylhexyl acrylate, 
the first monoethylenicall^ijrfeaturated polar copolymer^able monomer is 
acrylic acid, 

the second monoejhylgfiically unsaturated pola^opolymerizable monomer is 
acrylamide, and 

the hollow e^ass ifiicrospheres are bonWficate glass. 
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12. The acrylic pressure4ensitive adhesive tape according to claim 11, 
lerein the afcrylic polymer further comprises: 
froirr about 0.3% to ab&ut 0.5% of initiator, 
frofei about 1% to about 2% of a filler, and 

from about 0.05% to about 0.07% of a crosslinker/chain extender. 



13. The acrylic pressure-sensitive adhesive tape according to claim 12, 
wherein theXnitiator comprises at least one photoinitiator. 
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14. The acrylic pressure-sensitive adhesive tape according to claim 13, 
\VlWrein the photoinitiator is benzoin ethyl ether. 
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15. The acrylic pressure- 
wherein the filler is fumed silica. 



jitive adhesive tape according tp^aaim 11, 
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16. The acrylic pressure-sensitive adj^sive tape according to claim 11, 
wherein the filler is / surfaced modified silj<5a. 

j^ Qaim 17 , 




17. /The acrylic pressure-sensitive adhesive tape according to claim 11, 
lerein theycrosslinker/chaj^i extender is 1,4 butanediol diacrylate. 

Claim 18 



1$. The a^fylic pressure-sensitive adhesive tape according to claim 11, 
whereiri the acrylic backing comprises: 

from about 40% to about 41% isooctylacrylate; 
/from abXut 36% to about 37% 2-ethylhexyl acrylate; 
(from about 8% to about 9% acrylic acid; 
fromAbout 1% to about 2% acrylamide; and 
from about 10% to about 11% borosilicate glass. 



19. The acrylic pressure-sensitive adhesive tape according to claim 18, 
whereih the acrylic backing further comprises: 

mom about 0.35% to about 0.45% benzoin ethyl ether; 
from about 1% to about 2% fumed silica; and 
from about 0.055% to about 0.065% 1,4 butanediol diacrylate. 
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